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(54) TFT- EL display panel using organic electroluminiscent media 



(57) A flat panel display comprising thin-film-transis- 
tor-electroluminescent (TFT-EL) pixels is described. An 
addressing scheme incorporating two TFTs and a stor- 
age capacitor is used to enable the EL pixels on the panel 
to operate at a duty factor close to 100%. This TFT-EL 
device eliminates the need to pattern the EL cathode, 



thus greatly simplifying the procedure to delineate the 
EL pixels as well as ensuring high resolution. The TFT- 
EL panel consumes less power than conventional TFT- 
LCD panels, especially when the usage factor of the 
screen is less than unity. 
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Description 

Cross Reference to Related Applications 

Reference is made to commonly assigned U.S. Serial No. 08/355.786 entitled "An Electroluminescent Device Having 
an Organic Electroluminescent Layer" by Tang et al and U.S. Serial No. 08/355.940 entitled "A Method of Fabricating a 
TFT-EL Pixel" by Tang et al, both filed concurrently herewith, the disclosures of which are incorporated herein. 

Field of the Invention 

The present invention relates to an electroluminescent display panel employing thin -film-transistors (TFT) as active- 
matrix addressing elements, and organic electroluminescent thin films as the emissive medium. 

Introduction 

Rapid advances in flat-panel display (FPD) technologies have made high quality large-area, full-color, high-resolu- 
tion displays possible. These displays have enabled novel applications in electronic products such as lap top computers 
and pocket-TVs. Among these FPD technologies, liquid crystal display (LCD) has emerged as the display of choice in 
the marketplace. It also sets the technological standard against which other FPD technologies are compared. Examples 
of LCD panels include: (1) 14". 16-color LCD panel for work stations (IBM and Toshiba, 1989) (see K. Ichikawa, S. 
Suzuki, H. Matino, T. Aoki. T Higuchi and Y Oano, SID Digest, 226 (1989)), (2) 6", full-color LCD-TV (Phillips, 1987) 
(seeMJ. Powell, J. A. Chapman, A.G. Knapp, I.D. French, J.R. Hughes, A.D. Pearson, M. Allinson, M.J. Edwards, R.A. 
Ford, M.C. Hemmings, O.F. Hill. D.H. Nicholls and N.K. Wright, Proceeding, International Display Conference, 63, 1987), 
(3) 4" full-color LCD TV (model LQ424A01. Sharp, 1989) (see Sharp Corporation Technical Literature for model 
LQ424A01), and (4) 1 megapixel colored TFT- LCD (General Electric) (see D.E. Castleberry and G.E. Possin, SID Digest, 
232 (1988)). All references, including patents and publications, are incorporated herein as if reproduced in full below. 

A common feature in these LCD panels is the use of thin-film-transistors (TFT) in an active-addressing scheme, 
which relaxes the limitations in direct-addressing (see S. Morozumi, Advances in Electronics and Electron Physics, 
edited by P.W. Hawkes, Vol. 77, Academic Press 1 990). The success of LCD technology is in large part due to the rapid 
progress in the fabrication of large-area TFT (primarily amorphous silicon TFT). The almost ideal match between TFT 
switching characteristics and electrooptic LCD display elements also plays a key role. 

A major drawback of TFT- LCD panels is they require bright backlighting. This is because the transmission factor of 
the TFT-LCD is poor, particularly for colored panels. Typically the transmission factor is about 2-3 percent (see S. Moro- 
zumi, Advances in Electronics and, Electron Physics, edited by PW. Hawkes, Vol. 77, Academic Press, 1990). Power 
consumption for backlighted TFT-LCD panels is considerable and adversely affects portable display applications requir- 
ing battery operation. 

The need for backlighting also impairs miniaturization of the flat panel. For example, depth of the panel must be 
increased to accommodate the backlight unit. Using a typical tubular cold-cathode lamp, the additional depth is about 
3/4 to 1 inch. Backlight also adds extra weight to the FPD. 

An ideal solution to the foregoing limitation would be a low power emissive display that eliminates the need for 
backlighting. A particularly attractive candidate is thin-film-transistor-electroluminescent (TFT-EL) displays. In TFT-EL 
displays, the individual pixels can be addressed to emit light and auxiliary backlighting is not required. A TFT-EL scheme 
was proposed by Fischer in 1971 (see A.G. Fischer, IEEE Trans. Electron Devices, 802 (1971)). In Fischer's scheme 
powdered ZnS is used as the EL medium. 

In 1 975, a successful prototype TFT-EL panel (6") was reportedly made by Brody et al. using ZnS as the EL element 
and CdSe as the TFT material (see TP. Brody, F.C. Luo, A.P. Szepesi and D.H. Davies, IEEE Trans. Electron Devices, 
22, 739 (1975)). Because ZnS-EL required a high drive voltage of more than a hundred volts, the switching CdSe TFT 
element had to be designed to handle such a high voltage swing. The reliability of the high-voltage TFT then became 
suspect. Ultimately, ZnS-based TFT-EL failed to successfully compete with TFT-LCD. U.S. Patents describing TFT-EL 
technology include: US-A-3,807 I 037;US-A-3,885,196; US-A-3,913,090; US-A-4,006,383; US-A-4,042,854; US-A- 
4.523,189; and US-A-4,602,192. 

Recently, organic EL materials have been devised. These materials suggest themselves as candidates for display 
media in TFT-EL devices (see C. W. Tang and S.A. VanSlyke, Appl. Phys. Lett., 51,913 (1 987), C.W. Tang, S. A. VanSlyke 
and C.H. Chen, J. Appl. Phys., 65, 3610 (1989)). Organic EL media have two important advantages: they are highly 
efficient; and they have low voltage requirements. The latter characteristic distinguishes over other thin-film emissive 
devices. Disclosures of TFT-EL devices in which EL is an organic material include: US-A-5,073,446; US-A-5,047,687, 
US-A-5,059,861 ; US-A-5,294,870; US-A-5,151,629; US-A-5,276,380; US-A-5,061 ,569; US- A-4, 720,432; US-A- 
4,539,507; US-A-5, 150,006; US-A-4,950,950; and US- A-4, 356,429. 

The particular properties of organic EL material that make it ideal for TFT are summarized as follows: 
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1) Low-voltage drive. Typically, the organic EL ceil requires a voltage in the range of 4 to 10 volts depending on the 
light output level and the cell impedance. The voltage required to produce a brightness of about 20 fL is about 5V. 
This low voltage is highly attractive for a TFT-EL panel, as the need for the high-voltage TFT is eliminated. Further- 
more, the organic EL cell can be driven by DC or AC. As a result the driver circuity is less complicated and less 
expensive. 

2) High efficiency. The luminous efficiency of the organic EL cell is as high as 4 lumens per watt. The current density 
to drive the EL cell to produce a brightness of 20 fL is about 1 mA/cm2. Assuming a 1 00% duty excitation, the power 
needed to drive a 400 cm2 full-page panel is only about 2.0 watts. The power need will certainly meet the portability 
criteria of the flat panel display. 

3) Low temperature fabrication. Organic EL devices can be fabricated at about room temperature. This is a significant 
advantage compared with inorganic emissive devices, which require high-temperature (>300°C) processing. Trie 
high-temperature processes required to make inorganic EL devices can be incompatible with the TFT. 

The simplest drive scheme for an organic EL panel is to have the organic display medium sandwiched between two 
sets of orthogonal electrodes (rows and columns). Thus, in this two-terminal scheme, the EL element serves both the 
display and switching functions. The diode-like nonlinear current-voltage characteristic of the organic EL element should, 
in principle, permit a high degree of multiplexing in this mode of addressing. However, there are several major factors 
limiting usefulness of the two-terminal scheme in connection with organic EL: 

1 ) Lack of memory. The rise and decay time of the organic EL is very fast, on the order of microseconds, and it does 
not have an intrinsic memory. Thus, using the direct addressing method, the EL elements in a selected row would 
have to be driven to produce an instantaneous brightness proportional to the number of scan rows in the panel. 
Depending on the size of the panel, this instantaneous brightness may be difficult to achieve. For example, consider 
a panel of 1 000 scan rows operating at a frame rate of 1 /60 seconds. The allowable dwell time per row is 1 7 m_s. In 
order to obtain a time-averaged brightness of for example, 20 Fl, the instantaneous brightness during the row dwell 
time would have to be a thousand times higher, i.e., 20,000 Fl, an extreme brightness that can only be obtained by 
operating the organic EL cell at a high current density of about 1 A/cm* and a voltage of about 15-20 volts. The 
long-term reliability of a cell operating under these extreme drive conditions is doubtful. 

2) Uniformity. The current demanded by the EL elements is supplied via the row and column buses. Because of the 
instantaneous high current, the IR potential drops along these buses are not insignificant compared with the EL 
drive voltage. Since the brightness-voltage characteristic of the EL is nonlinear, any variation in the potential along 
the buses will result in a non-uniform light output. 

Consider a panel with 1000 rows by 1000 columns with a pixel pitch of 200ji x 200y. and an active/actual area 
ratio of 0.5. Assuming the column electrode is indium tin oxide (ITO) of 10 ohms/square sheet (QJa) resistance, the 
resistance of the entire ITO bus line is at least 10,000 ohms. The IR drop along this bus line for an instantaneous 
pixel current of 800 jiA (2A/cm2) is more than 8 volts. Unless a constant current source is implemented in the drive 
scheme, such a large potential drop along the ITO bus will cause unacceptable non-uniform light emission in the 
panel. In any case, the resistive power loss in the bus is wasteful. A similar analysis can be performed for the row 
electrode bus that has the additional burden of carrying the total current delivered to the entire row of pixels during 
the dwell time, i.e., 0.8 A for the 1000-column panel. Assuming a 1 thick aluminum bus bar of sheet resistance 
about 0.028 ohms/square the resultant IR drop is about 1 1 volts, which is also unacceptable. 

3) Electrode patterning. One set of the orthogonal electrodes, the anode - indium tin oxide, can be patterned by a 
conventional photolithographic method. The patterning of the other set of electrodes however, presents a major 
difficulty peculiar to the organic EL device. The cathode should be made of a metal having a work function lower 
than 4eV, and preferably magnesium alloyed with another metal such as silver or aluminum (see US-A-4,885,432). 
The magnesium-based alloy cathode deposited on top of the organic layers cannot be easily patterned by any 
conventional means involving photoresists. The process of applying the photoresist from an organic solvent on the 
EL cell deleteriously affects the soluble organic layer underneath the magnesium-based alloy layer. This causes 
delamination of the organic layers from the substrate. 

Another difficulty is the extreme sensitivity of the cathode to moisture. Thus, even if the photoresist can be 
successfully applied and developed without perturbing the organic layers of the EL cell, the process of etching the 
magnesium-based alloy cathode in aqueous acidic solution is likely to oxidize the cathode and create dark spots. 

Summary of the invention 

The present invention provides an active matrix 4-terminal TFT-EL device in which organic material is used as the 
EL medium. The device comprises two TFTs, a storage capacitor and a light emitting organic EL pad arranged on a 
substrate. Trie EL pad is electrically connected to the drain of the second TFT. The first TFT is electrically connected to 
the gate electrode of the second TFT which in turn is electrically connected to the capacitor so that following an excitation 
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signal the second TFT is able to supply a nearly constant current to the EL pad between signals. The TFT-EL devices 
of the present invention are typically pixels that are formed into a flat panel display, preferably a display in which the EL 
cathode is a continuous layer across all of the pixels. 

The TFT-organic EL device of the present invention are formed in a multi-step process as described below 

A first thin-film-transistor (TFT1) is disposed over the top surface of the substrate. TFT1 comprises a source elec- 
trode, a drain electrode, a gate dielectric, and a gate electrode; and the gate electrode comprises a portion of a gate 
bus. The source electrode of TFT1 is electrically connected to a source bus. 

A second thin-film-transistor (TFT2) is also disposed over the top surface of the substrate, and TFT2 also comprises 
a source electrode, a drain electrode, a gate dielectric, and a gate electrode. The gate electrode of TFT2 is electrically 
connected to the drain electrode of the first thin-film-transistor. 

A storage capacitor is also disposed over the top surface of the substrate. During operation, this capacitor is charged 
from an excitation signal source through TFT1 , and discharges during the dwell time to provide nearly constant potential 
to the gate electrode of TFT2. 

An anode layer is electrically connected to the drain electrode of TFT2. In typical applications where light is emitted 
through the substrate, the display is a transparent material such as indium tin oxide. 

A dielectric passivation layer is deposited over at least the source of TFT1 , and preferably over the entire surface 
of the device. The dielectric passivation layer is etched to provide an opening over the display anode. 

An organic electroluminescent layer is positioned directly on the top surface of the anode layer. Subsequently, a 
cathode layer is deposited directly on the top surface of the organic electroluminescent layer. 

In preferred embodiments, the TFT-EL device of the present invention is made by a method using low pressure and 
plasma enhanced chemical vapor deposition combined with low temperature (i.e. less than 600°C) crystallization and 
annealing steps, hydrogen passivation and conventional patterning techniques. 

The thin-film-transistors are preferably formed simultaneously by a multi-step process involving: 
the deposition of silicon that is patterned into polycrystalline silicon islands; 
chemical vapor deposition of a silicon dioxide gate electrode; and 

deposition of another polycrystalline silicon layer which is patterned to form a self-aligned gate electrode so that 
after ion-implantation a source, drain, and gate electrode are formed on each thin -film-transistor. 

The construction of pixels having thin-film-transistors composed of polycrystalline silicon and silicon dioxide provides 
improvements in device performance, stability, reproducibility, and process efficiency over other TFTs. In comparison, 
TFTs composed of CdSe and amorphous silicon suffer from low mobility and threshold drift effect. 

There are several important advantages in the actual panel construction and drive arrangement of a TFT-organic 
EL device of the present invention: 

1) Since both the organic EL pad and the cathode are continuous layers, the pixel resolution is defined only by the 
feature size of the TFT and the associated display ITO pad and is independent of the organic component or the 
cathode of the EL cell. 

2) The cathode is continuous and common to all pixels. It requires no patterning for pixel definition. The difficulty of 
patterning the cathode in the two-terminal scheme is therefore eliminated. 

3) The number of scanning rows is no longer limited by the short row dwell time in a frame period, as the addressing 
and excitation signals are decoupled. Each scan row is operated at close to 100% duty factor. High resolution can 
be obtained since a large number of scan rows can be incorporated into a display panel while maintaining uniform 
intensity. 

4) The reliability of the organic EL element is enhanced since it operates at a low current density (1mA/cm2) and 
voltage (5 V) in a 100% duty factor. 

5) The IR potential drops along the buses are insignificant because of the use of a common cathode and the low 
current density required to drive the EL elements. Therefore the panel uniformity is not significantly affected by the 
size of the panel. 

Brief Description of the Drawings 

Fig. 1 is a schematic diagram of an active matrix 4-terminal TFT-EL device. T1 and T2 are thin-film-transistors, Cs 
is a capacitor and EL is an electroluminescent layer. 

Fig. 2 is a diagrammatic plan view of the 4-terminal TFT-EL device of the present invention. 
Fig. 3 is a cross-sectional view taken along the line A-A' in Figure 2. 

Fig. 4 is a cross-sectional view taken along the line A-A\ illustrating the process of forming a self-aligned TFT 
structure for ion implantation. 

Fig. 5 is a cross-sectional view taken along the line A-A', illustrating the processing steps of depositing a passivation 
oxide layer and opening contact cuts to the source and drain regions of the thin-thin-transistor. 

Fig. 6 is a cross-sectional view taken along line A-A', illustrating deposition of an aluminum electrode. 



EP 0 717 446 A2 



Fig. 7 is a cross-sectional view taken along line A-A\ illustrating deposition of the display anode and a passivation 
layer that has been partially etched from the surface of the display anode. 

Fig. 8 is a cross-sectional view taken along line A-A\ illustrating the steps of depositing an electroluminescent layer 
and a cathode. 

Fig. 9 is a cross-sectional view taken along line B-B* in Figure 2. 
Detailed Description of th e Invention 

Figure 1 shows the schematic of an active matrix 4-terminal TFT-EL display device. Each pixel element includes 
two TFTs, a storage capacitor and an EL element. The major feature of the 4-terminal scheme is the ability to decouple 
the addressing signal from the EL excitation signal. The EL element is selected via the logic TFT (T1) and the excitation 
power to the EL element is controlled by the power TFT (T2). The storage capacitor enables the excitation power to an 
addressed EL element to stay on once it is selected. Thus, the circuit provides a memory that allows the EL element to 
operate at a duty cycle close to 100%. regardless of the time allotted for addressing. 

The construction of the electroluminescent device of the present invention is illustrated in Figures 2 and 3. The 
substrate of this device is an insulating and preferably transparent material such as quartz or a low temperature glass. 
The term transparent, as it is used in the present disclosure, means that the component transmits sufficient light for 
practical use in a display device. For example, components transmitting 50% or more of light in a desired frequency 
range are considered transparent. The term low temperature glass refers to glasses that melt or warp at temperatures 
above about 600°C. 

In the TFT-EL device illustrated in Figure 2, TFT1 is the logic transistor with the source bus (column electrode) as 
the data line and the gate bus (row electrode) as the gate line. TFT2 is the EL power transistor in series with the EL 
element. The gate line of TFT2 is connected to the drain of TFT1 . The storage capacitor is in series with TFT1 . The 
anode of the EL element is connected to the drain of TFT2. 

The construction of the TFT-EL of Figure 2 is shown in cross-sectional view in Figures 3-9. The cross-sectional 
views shown in Figures 3-8 are taken along section line A-A' in Figure 2. The cross-sectional view in Figure 9 is taken 
along line B-B* in Figure 2. 

In the first processing step, a polysilicon layer is deposited over a transparent, insulating substrate and the polysilicon 
layer is patterned into an island (see Fig. 4) by photolithography. The substrate may be crystalline material such as 
quartz, but preferably is a less expensive material such as low temperature glass. When a glass substrate is utilized, it 
is preferable that the entire fabrication of the TFT-EL be carried out at low processing temperatures to prevent melting 
or warping of the glass and to prevent out-diffusion of dopants into the active region. Thus, for glass substrates, all 
fabrication steps should be conducted below 1 000°C and preferably below 600°C. 

Next, an insulating gate material 42 is deposited over the polysilicon island and over the surface of the insulating 
substrate. Insulating material is preferably silicon dioxide that is deposited by a chemical vapor deposition (CVD)) tech- 
nique such as plasma enhanced CVD (PECVD) or low pressure CVD (LPCVD). Preferably, the gate oxide insulating 
layer is about 1000 A in thickness. 

In the next step, a layer of silicon 44 is deposited over the gate insulator layer and patterned by photolithography 
over the polysilicon island such that after ion implantation, source and drain regions are formed in the polysilicon island. 
The gate electrode material is preferably polysilicon formed from amorphous silicon. Ion implantation is conducted with 
N-type dopants, preferably arsenic. The polysilicon gate electrode also serves as the bottom electrode of the capacitor 
(see Fig. 9). 

In a preferred embodiment of the present invention, the thin film transistors do not utilize a double gate structure. 
Thus manufacturing is made less complex and less expensive. 

A gate bus 46 is applied and patterned on the insulating layer. The gate bus is preferably a metal silicide such as 
tungsten silicide (WSi2). 

In the next step, an insulating layer, preferably silicon dioxide, 52 is applied over the entire surface of the device. 

Contact holes 54 and 56 are cut in the second insulating layer (see Fig. 5) and electrode materials are applied to 
form contacts with the thin-film-transistors (see Figs. 6 and 7). The electrode material 62 attached to the source region 
of TFT2 also forms the top electrode of the capacitor (see Fig. 9). A source bus and ground bus are also formed over 
the second insulating layer (see Fig. 2). In contact with the drain region of TFT2 is a transparent electrode material 72, 
preferably ITO, which serves as the anode for the organic electroluminescent material. 

In the next step, a passivating layer 74 of an insulating material, preferably silicon dioxide, is deposited over the 
surface of the device. The passivation layer is etched from the ITO anode leaving a tapered edge 76 which serves to 
improve the adhesion of the subsequently applied organic electroluminescent layer. A tapered edge is necessary to 
produce reliable devices because the present invention utilizes relatively thin organic EL layers, typically 150 to 200 nm 
thick. The passivation layer is typically about 0.5 to about 1 micron thick. Thus, if the edge of the passivation layer forms 
a perpendicular or sharp angle with respect to the anode layer, defects are likely to occur due to discontinuities in the 
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organic EL layer. To prevent defects the passivation layer should have a tapered edge. Preferably the passivation layer 
is tapered at an angle of 10 to 30 degrees with respect to the anode layer. 

The organic electroluminescent layer 82 is then deposited over the passivation layer and the EL anode layer. The 
materials of the organic EL devices of this invention can take any of the forms of conventional organic EL devices, such 
as those of Scozzafava EP-A-0 349 265; Tang US-A-4,356,429; VanSlyke et al. US-A-4,539,507; VanSlyke et al. US- 
A-4,720,432; Tang et al. US-A-4,769,292; Tang et al. US-A-4,885,21 1 ; Perry et al. US-A-4,950,950; Liftman et al. US- 
A-5,059,861 ; VanSlyke US-A-5,047,687; Scozzafava et al. US-A-5,073,446; VanSlyke et al. US-A-5,059,862; VanSlyke 
et al. US-A-5,061,617; VanSlyke US-A-5,151,629; Tang et al. US-A-5,294,869; and Tang et al. US-A-5,294,870, the 
disclosures of which are incorporated by reference. The EL layer is comprised of an organic hole injecting and trans- 
porting zone in contact with the anode, and an electron injecting and transporting zone forming a junction with the organic 
hole injecting and transporting zone. The hole injecting and transporting zone can be formed of a single material or 
multiple materials, and comprises a hole injecting layer in contact with the anode and a contiguous hole transporting 
layer interposed between the hole injecting layer and the electron injecting and transporting zone. Similarly, the electron 
injecting and transporting zone can be formed of a single material or multiple materials, and comprises an electron 
injecting layer in contact with the cathode and a contiguous electron transporting layer that is interposed between the 
electron injecting layer and the hole injecting and transporting zone. Recombination of the holes and electrons, and 
luminescence, occurs within the electron injecting and transporting zone adjacent the junction of the electron injecting 
and transporting zone and the hole injecting and transporting zone. The components making up the organic EL layer 
are typically deposited by vapor deposition, but may also be deposited by other conventional techniques. 

In a preferred embodiment the organic material comprising the hole injecting layer has the general formula: 



Q is N or C(R) 

M is a metal, metal oxide or metal halide 

R is hydrogen, alkyl, aralkyl, ary! or alkaryl, and 

T, and T 2 represent hydrogen or together complete an unsaturated six membered ring that can include substituents 
such as alkyl or halogen. Prefred alkyl moieties contain from about 1 to 6 carbon atoms while phenyl constitutes a 
preferred aryl moiety. 

In a preferred embodiment the hole transporting layer is an aromatic tertiary amine. A preferred subclass of aromatic 
tertiary amines include tetraaryldi amines having the formula: 




wherein: 
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wherein 

Are is an arylene group, 

n is an integer from 1 to 4, and 

Ar, R 7( R 8 and Rg are independently selected aryl groups. 
In a preferred embodiment, the luminescent, electron injecting and transporting zone contains a metal oxinoid com- 
pound. A preferred example of a metal oxinoid compound has the general formula: 
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wherein R r R 7 represent substitutional possibilities. In another preferred embodiment, the metal oxinoid compound has 
the formula: 
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wherein R 2 -R 7 are as defined above and L r l_5 collectively contain twelve or fewer carbon atoms and each independently 
represent hydrogen or hydrocarbon groups of from 1 to 12 carbon atoms, provided that l_i and L 2 together or L 2 and L 3 
so together can form a fused benzo ring. In another preferred embodiment, the metal oxinoid compound has the formula: 
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wherein R 2 -R0 represent hydrogen or other substitutional possibilities. 

The foregoing examples merely represent some preferred organic materials used in the electroluminescent layer. 
They are not intended to limit the scope of the invention, which is directed to organic electroluminescent layers generally. 
As can be seen from the foregoing examples, the organic EL material includes coordination compounds having organic 
ligands. The TFT-EL device of the present invention does not include purely inorganic materials such as ZnS. 

In the next processing step, the EL cathode 84 is deposited over the surface of the device. The EL cathode may be 
any electronically conducting material, however it is preferable that the EL cathode be made of a material having a work 
function of less than 4eV (see US-A4,885,21 1 ). Low workfunction metals are preferred for the cathode since they readily 
release electrons into the electron transporting layer. The lowest work function metals are the alkali metals; however, 
their instability in air render their use impractical in some situations. The cathode material is typically deposited by 
physical vapor deposition, but other suitable deposition techniques are applicable. A particularly desirable material for 
the EL cathode has been found to be a 10:1 (atomic ratio) magnesium:silver alloy Preferably the cathode is applied as 
a continuous layer over the entire surface of the display panel, in another embodiment, the EL cathode is a bilayer 
composed of a lower layer of a low work function metal adjacent to the organic electron injecting and transporting zone 
and, overlying the low work function metal, a protecting layer that protects the low work function metal from oxygen and 
humidity. Optionaiiy, a passivation layer may be applied over the EL cathode layer. 

Typically, the anode material is transparent and the cathode material opaque so that light is transmitted through the 
anode material. However, in an alternative embodiment, light is emitted through the cathode rather than the anode. In 
this case the cathode must be light transmissive and the anode may be opaque. A practical balance light transmission 
and technical conductance is typically in the thickness range of 5-25 nm. 

A preferred method of making a thin-film-transistor according to the present invention is described below. In a first 
step, an amorphous silicon film of 2000 ± 20A thickness is deposited at 550°C in an LPCVD system with silane as the 
reactant gas at a process pressure of 1023 mTorr. This is followed by a low temperature anneal at 550°C for 72 hours 
in vacuum to crystallize the amorphous silicon film into a polycrystalline film. Then a polysilicon island is formed by 
etching with a mixture of SF 6 and Freon 1 2 in a plasma reactor. Onto the polysilicon island active layer is deposited a 
1000 ± 20A PECVD Si0 2 gate dielectric layer. The gate dielectric layer is deposited from a 5/4 ratio of N 2 0/SiH 4 in a 
plasma reactor at a pressure of 0.8 Torr with a power level of 200W and a frequency of 450KHz at 350°C for 18 minutes. 

In the next step an amorphous silicon layer is deposited over the PECVD gate insulating layer and converted to 
polycrystalline silicon using the same conditions as described above for the first step. A photoresist is applied and the 
second polysilicon layer is etched to form a self-aligned structure for the subsequent ion implantation step. The second 
polysilicon layer is preferably about 3000A thick. 

Ion implantation is conducted by doping with arsenic at 120KeV at a dose of 2 x 10 15 /cm2 to simultaneously dope 
the source, drain and gate regions. Dopant activation is carried out at 600 °C for two hours in a nitrogen atmosphere. 

In the next step, a 5000A thick silicon dioxide layer is deposited by conventional low temperature methods. Aluminum 
contacts are formed by a physical vapor deposition and sintered in forming gas (10% H 2 , 90% for thirty minutes at 
400°C. 

Finally, hydrogen passivation of the thin -film-transistor is carried out in an electron cyclotron resonance reactor 
(ECR). ECR hydrogen plasma exposure is conducted at a pressure of 1 .2 x 10" 4 Torr with a microwave power level of 
900W and a frequency of 3.5 GHz. Hydrogen passivation is performed for fifteen minutes at a substrate temperature of 
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300°C. This procedure results in a thin-film-transistor device having a low threshold voltage, a high effective carrier 
mobility and an excellent on/off ratio. 

As an example of characteristics of the present invention, consider the drive requirements for the following TFT-EL 
panel: 



Number of rows 


= 1000 


Number of columns 


= 1000 


Pixel dimension 


= 200|im x 200|im 


EL fill-factor 


= 50% 


frame time 


= 17ms 


row dwell time 


= 17ns 


Avg brightness 


= 20 fL 


EL pixel current 


= 0.8 \iA 


Duty cycle 


= 100% 


EL power source 


= 10 v rms 



25 These drive requirements are met by the following specifications for the TFTs and the storage capacitor: 
TFT1 



Gate voltage 


■ 10 V 


Source voltage 


= 10 V 


On-current 


= 2^iA 


Off -current 


= 10-11 ATFT2 


Gate voltage 


m 10 V 


Source voltage 


= 5V 


On<urrent 


= 2 x EL pixel current 




= 1.6 nA 


Off -current 


= 1 nA 


Storage capacitor: 




Size 


= 1pf 



The on-current requirement for TFT1 is such that it is large enough to charge up the storage capacitor during the 
row dwell time (17 ns) to an adequate voltage (10V) in order to turn on the TFT2. The off -current requirement for TFT1 
is such that it is small enough that the voltage drop on the capacitor (and TFT2 gate) during the frame period (17 ms) 
is less than 2%. 

The on-current requirement for TFT2 is (designed to be) about 2 times the EL pixel current, 1.6uA This factor of 
two allows for adequate drive current to compensate for the gradual degradation of the organic EL element with operation. 
The off-current of TFT2 affects the contrast of the panel. An off-current of 1 nA should provide an on/off contrast ratio 
greater than 500 between a lit and an unlit EL element. The actual contrast ratio of the panel may be lower, depending 
on the ambient lighting factor. 
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For a full page panel of 400 err* the power required by the EL elements alone is about 4 watts. 
Power = 400 err* x 10 v x 0.001 A/cm 2 
= 4 watts 

This power consumption excludes the power consumed by the TFTs. Since TFT2 is in series with the EL element, any 
source-drain voltage drop across TFT2 will result in substantial power loss in the TFT2. Assuming a source-drain voltage 
of 5 volts, the total power loss on TFT2 is 2 watts. The power consumption for TFT1 is estimated to be no greater than 
1 watt for the 1000 x 1000 panel. The power needed for the row (gate) drivers is negligible, on the order of a few tens 
of milliwatts, and the power for the column (source) drivers is on the order of 0.5 watt (see S. Morozumi, Advances in 
Electronics and Electron Physics, edited by RW. Hawkes, Vol. 77, Academic Press, 1990). Thus, the total power con- 
sumption for a full page TFT- EL panel is about 7 watts. Realistically, the average power consumption would be much 
less since the EL screen is not 1 00% on in average usage. 

The TFT-EL panel of the present invention has two important advantages in terms of power requirements over TFT- 
LCD panels. First, the TFT-EL power need is relatively independent of whether the panel is monochrome or multicolor, 
provided that the color materials have a similar luminescent efficiency. In contrast, the TFT-LCD colored panel requires 
a much higher power than the monochrome panel because the transmission factor is greatly reduced in the colored 
panel by the color filter arrays. Second, the LCD backlight has to stay on regardless of the screen usage factor. In 
contrast, the TFT-EL power consumption is highly dependent on this usage factor. The average power consumption is 
much less since less than 100% of the EL screen is emitting at any given time in typical applications. 

Other features of the invention are included below: 

The flat display wherein said potential is about 5 volts, and the current density is about ImA/crr*. 

The flat panel display wherein said capacitor has a storage capacity of about 1 pf. 

The electroluminescent device wherein said top electrode of said capacitor is electrically connected to said source 
electrode of said second thin-film-transistor, and wherein said bottom electrode of said capacitor comprises a polysilicon 
layer; and further wherein said gate electrode comprises a polysilicon layer wherein said bottom electrode and said gate 
electrode are parts of the same polysilicon layer. 

The invention has been described in detail with particular reference to preferred embodiments thereof, but it will be 
understood that variations and modifications can be effected within the scope of the invention. 



Parts List 


42 


gate material 


44 


silicon layer 


46 


gate bus 


52 


insulating layer 


54 


contact hole 


56 


contact hole 


62 


electrode material 


72 


electrode material 


74 


passivating layer 


76 


tapered edge 


82 


EL layer 


84 


EL cathode 


Claims 



1. An electroluminescent flat panel display comprising: a substrate having top and bottom surfaces: and having dis- 
posed on said substrate a plurality of pixels, each of said pixels comprising: 

a) a first thin-film-transistor disposed over the top surface of said substrate, wherein said first thin-film-transistor 
comprises a source electrode, a drain electrode, a gate dielectric, and a gate electrode; and wherein said gate 
electrode comprises a portion of a gate bus; 

b) a second thin-film-transistor disposed over the top surface of said substrate; wherein said second thin-film- 
transistor comprises a source electrode, a drain electrode, a gate dielectric, and a gate electrode; wherein said 
gate electrode is electrically connected to said drain electrode of said first thin-film-transistor; 

c) a capacitor disposed over the top surface of said substrate; said capacitor comprising top and bottom elec- 
trodes (84,72); 

d) a display anode layer electrically connected to said drain electrode of said second thin-film-transistor; 

e) a dielectric passivation layer (74) overlying said first and second thin-film-transistors and said capacitor; said 
dielectric passivation layer (74) having an opening over said anode layer; and further wherein said passivation 
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layer (74) has a tapered edge (76) at said opening such that the bottom edge of said passivation layer (74) 
extends further over said anode layer than does the top edge of said passivation layer (74); 

f) an organic electroluminescent layer (82) positioned directly on the top surface of said anode layer; wherein 
said organic electroluminescent layer (82) is insulated from said first and second thin-film-transistors, and said 
capacitor, by said passivation layer (74); and 

g) a cathode layer (84) positioned directly on the top surface of said organic electroluminescent layer (82); 

and further comprising a plurality of column leads connected to the source electrode of said first thin-film- 
transistor on each pixel and a plurality of row leads connected to the gate electrode of said first thin-film transistor 
on each pixel and a plurrty of ground leads connected to said capacitor of each pixel. 

2. The flat panel display of claim 1 wherein said cathode is a contiguous sheet overlying said plurality of pixels. 

3. The flat panel display of claim 1 wherein said cathode consists of a material having a work function of less than 4eV. 

4. The flat panel display of claim 1 wherein said organic electroluminescent layer (82) is a contiguous sheet overlying 
said plurality of pixels. 

5. The flat panel display of claim 1 wherein said substrate is a glass material forming the front screen of said flat panel 
display. 

6. The flat panel display of claim 5 wherein said glass material is a silica-based low temperature glass. 

7. The flat panel display of claim 1 wherein said tapered edge is tapered at an angle of 10° to 30° with respect to the 
surface of said anode layer. 

8. The flat panel display of claim 5 wherein said substrate is a low temperature glass. 

9. The flat panel display of claim 8 wherein said plurality of pixels are powered by a potential of less than 1 0 volts. 

1 0. The flat panel display of claim 1 having 1 000 rows and 1 000 columns, and wherein said each of said pixels is about 
0.2 mm x 0.2mm and having a time-averaged brightness of about 20 fL and a power consumption of less than about 
7 watts during operation. 
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(57) A flat panel display comprising thin-film-transis- 
tor-electroluminescent (TFT-EL) pixels is described. An 
addressing scheme incorporating two TFTs and a stor- 
age capacitor is used to enable the EL pixels on the 
panel to operate at a duty factor close to 100%. This 
TFT-EL device eliminates the need to pattern the EL 
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cathode, thus greatly simplifying the procedure to delin- 
eate the EL pixels as well as ensuring high resolution. 
The TFT-EL panel consumes less power than conven- 
tional TFT-LCD panels, especially when the usage fac- 
tor of the screen is less than unity. 



POLY-Si 56 
GATE 




Si' 



Si02(LT0) 



POLYSIUCON ISLAND 



PECVD GATE Si02 

INSULATING SUBSTRATE 



CO 

< 

(£> 



FIG. 5 



Q. 

LLI 



Primed by Xerox (UK) Business Services 
2.1 B.7/3 6 



EP 0 717 446 A3 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



Application Number 

EP 95 11 9100 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



Citation of document wilh indication, where appropriate. 
of relevant passages 



Relevant 
to claim 



CLASSIFICATION OF THE 
APPLICATION (lnLCI.8) 



D , A 



D , A 



PATENT ABSTRACTS OF JAPAN 

vol. 095, no. 002, 31 March 1995 

-& JP 06 325869 A (MITSUBISHI KASEI 

CORP), 25 November 1994 

* abstract * 

US 4 042 854 A (LUO FANG-CHEN ET AL) 
16 August 1977 

* abstract; figures 3,4 * 

EP 0 365 445 A (EASTMAN KODAK CO) 
25 April 1990 

* abstract; figures * 

EP 0 553 496 A (EASTMAN KODAK CO) 
4 August 1993 

* abstract; figures * 



H01L27/15 
G0963/32 



TECHNICAL FIELDS 
SEARCHED (lnt.CI.6) 



H01L 
G09G 



The present search report has been drawn up for all claims 



Race ol search 

THE HAGUE 



Date of completion of the search 

14 April 1999 



Examiner 

De Laere, A 



CATEGORY OF CITED DOCUMENTS 

X : particularly relevant if taken alone 

Y : particularly relevant if combined with another 

document of the same category 
A : technological background 
O : non-written disclosure 
P : intermediate document 



T : theory or principle underlying the invention 
E : earlier patent document, but published on, or 

after the filing date 
D : document cited In the application 
L : document cited tor other reasons 

& : member of the same patent family, corresponding 
document 



2 



EP 0 717 446 A3 



ANNEX TO THE EUROPEAN SEARCH REPORT 
ON EUROPEAN PATENT APPLICATION NO. 



EP 95 11 9100 



This annex lists the patent family members relating to the patent documents cited in the above-mentioned European search reoort 
The members are as contained in the European Patent Office EDP file on 

The European Patent Office is in noway liable for these particulars which are merely given for the purpose of information. 

14-04-1999 



Patent document 
cited in search report 



Publication 
date 



Patent family 
member(s) 



US 4042854 



16-08-1977 



DE 
FR 
GB 
JP 
NL 
US 



2652296 
2332585 
1563243 
52064891 
7612128 
4135959 



EP 0365445 



25-04-1990 



US 
DE 
0E 
JP 
JP 



4996523 
68914389 
68914389 

2148687 



2729089 B 



EP 0553496 



04-08-1993 



US 
CA 
DE 
DE 
JP 



5276380 
2085298 
69217475 
69217475 
5275172 



2 



Publication 
date 



26-05-1977 
17-06-1977 
19-03-1980 
28-05-1977 
24-05-1977 
23-01-1979 



26-02-1991 
11-05-1994 
13-10-1994 
07-06-1990 
18-03-1998 



04-01-1994 
01-07-1993 

27- 03-1997 

28- 08-1997 
22-10-1993 



uj For more details about this annex : see Official Journal of the European Patent Office. No. 12/82 



3 



THIS PAGE B'UkUK ( uspto) 



